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United States Patent Application 

for 

WOOD SUPPORT PILING WITH COMPOSITE WRAPPING 



TO THE COMMISSIONER OF PATENTS AND TRADEMARKS: 

Your petitioners, BRET H. ASHTON and CLINT H. ASHTON, 
citizens of the United States, whose post office addresses are 
both at P.O. Box 1030, 550 N. Cemetery Road, Gunnison, Utah 
84 634, pray that letters patent may be granted to them as the 
joint inventors of a WOOD SUPPORT PILING WITH COMPOSITE 
WRAPPING as set forth in the following specification. 
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CROSS-REFERENCE TO RELATED APPLICATIONS 

Not Applicable. 

STATEMENT REGARDING FEDERALLY SPONSORED 
5 RESEARCH OR DEVELOPMENT 

Not Applicable, 



y* BACKGROUND OF THE INVENTION 

O 

Q 

SI 10 1. The Field of the Invention, 

S 

UJ The present invention relates generally to column support 

m 

» structures, and more particularly, but not necessarily 

o 

entirely, to reinforcing wood support pilings with composite 

ry 

HI wrapping . 

o 

PJ 15 2. Description of Related Art. 

The use of column support structures is known in the art 
for applications such as in utility poles, bridges, piers, and 
buildings. Wooden column supports are often made from logs 
treated with one or more preservatives such as creosote. 
20 Wooden column supports, or pilings, are often desirable since 
they are less expensive and readily obtainable compared to 
pilings made from concrete, metal or composite materials. 
Although the wooden support pilings are treated with a 
preservative, they are often subjected to rot, decomposition, 
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damage caused by insects such as termites, or damage caused by 
wildlife such as woodpeckers, during the life of the piling. 
Typically, the damage is either an exterior area of 
decomposition caused by chemical or mechanical action, or 
5 internal decomposition which is enabled if the wood 
preservative does not penetrate the center of the piling. The 
internal decomposition often occurs near or slightly below the 
Jf ground line. This can weaken the piling to an extent that it 
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must be repaired or replaced. Furthermore, many of the 
10 preservatives added to the wood are toxic to the environment. 

Attempts have been made in the prior art to address the 
problem of decomposed wood pilings, by repairing the piling 
while it is in place. For example, U.S. Patent No. 5,326, 410 
(granted July 5, 1994 to Boyles) discloses a system of 
15 reinforcing a structural support in place, by excavating the 
earth about the pole, applying a coating of curable resin and 
wrapping a plurality of layers of a fiberglass fabric 
around the pole. This method is expensive since a crew must 
transport equipment and supplies to the site of the pole, and 
20 perform the repair by hand, without the aid of wrapping 
machinery. Furthermore, a pole repaired on site is not as 
strong as a pole prepared with a filament wound covering in a 
shop in the manner of the present invention, since the 
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filament wound covering can be made to radially compress the 
pole and would reduce or prevent decomposition and other 
weakening action in the first place. Radial compression of 
the pole increases the pole strength and prevents the pole 
from splitting apart. 

U.S. Patent No. 5,586,838 (granted December 24, 1996 to 
Walsh) discloses a post for resisting deterioration which is 
prepared prior to installation in a pier structure. The post 
is prepared by wrapping mesh layers and matrix resin layers 
around the post to completely encapsulate the post. However, 
this method of wrapping the post does not increase the 
strength of the post as much as a filament winding process, 
since the filament winding process allows a radial compression 
force to be applied to the post by the reinforcement layer. 

The prior art is thus characterized by several 
disadvantages that are addressed by the present invention. 
The present invention minimizes, and in some aspects 
eliminates, the above-mentioned failures, and other problems, 
by utilizing the methods and structural features described 
herein. 

In view of the foregoing state of the art, it would be an 
advancement in the art to provide a wood support piling with 
a composite wrapping which is economical in design and 
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manufacture, and which is resistant to decomposition. It 
would be a further advancement in the art to provide a wood 
support piling with a composite wrapping which provides a 
radial compressive force to the piling which increases the 
strength of the piling. It would also be an advancement in 
the art to provide a wood support piling with a composite 
wrapping which is not toxic to the environment. 



Ill BRIEF DESCRIPTION OF THE DRAWINGS 

M 

U 10 The features and advantages of the invention will become 

m 

W apparent from a consideration of the subsequent detailed 

s 

Q description presented in connection with the accompanying 

H* 

drawings in which: 

Ul 



FIG. 1 is a side view of a wood support piling with a 
15 composite wrapping made in accordance with the principles of 
the present invention; and 

FIG. 2 is a cross-sectional view of the wood support 
piling with a composite wrapping of FIG. 1, taken along 



section A--A. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

For the purposes of promoting an understanding of the 
principles in accordance with the invention, reference will 
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now be made to the embodiments illustrated in the drawings and 
specific language will be used to describe the same. It will 
nevertheless be understood that no limitation of the scope of 
the invention is thereby intended. Any alterations and 
5 further modifications of the inventive features illustrated 
herein, and any additional applications of the principles of 
the invention as illustrated herein, which would normally 
occur to one skilled in the relevant art and having possession 

Ul of this disclosure, are to be considered within the scope of 

M 

0 10 the invention claimed. 

"99 

On The features and advantages of the invention will be set 

E 

9 forth in the description below, and in part will be apparent 

fU from the description, or may be learned by the practice of the 

0 invention without undue experimentation. The features and 

15 advantages of the invention may be realized and obtained by 
means of the instruments and combinations particularly pointed 
out in the appended claims. 

Referring now to FIG. 1, a reinforced wood support piling 
20 is shown. The reinforced wood support piling 20 includes 
20 a non-hollow elongate shaft 30, which is preferably a wooden 
pole, having an exterior surface 32. The shaft 30 is 
preferably at least 10 feet long, and more preferably at least 
25-30 feet long. A composite wrapping 40 encircles the 
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exterior surface 32 along at least a portion of the length of 
the elongate shaft 30. The composite wrapping 40 is 
preferably bonded to the elongate shaft 30 to remain affixed 
thereto. The bond may be an adhesive bond or a mechanical 
bond, for example, or other type of bond known to those 
skilled in the art so that the composite wrapping 40 remains 
attached to the elongate shaft 30. For example, a bonding 
agent of the composite may be allowed to seep between the wood 
fibers in the pole 30 to interlock with the wood fibers to 
form a mechanical bond. 

Preferably, the composite wrapping 40 covers a bottom 
portion of the elongate shaft 30 in an area near where the 
ground surface may be located when the reinforced wood support 
piling 20 is installed. For example, the composite wrapping 
preferably covers a portion of the elongate shaft to extend 
approximately two feet below the ground surface up to four 
feet above the ground surface, a section sometimes called the 
" transition zone/' The transition zone is an area in which 
wood poles commonly deteriorate due to exposure to moisture or 
water vapor, micro-organisms, insects, or animals, for 
example. Microorganisms capable of infesting the wood shaft 
30 do not survive below the transition zone and the size and 
location of the zone may vary. By reinforcing this portion of 
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the wood support piling 20, the need for costly repairs after 
the piling is installed is reduced. Furthermore, the cost of 
the reinforced wood support piling 20 is less than poles made 
completely of composite materials. 



^ 5 ^^Tt re reinforced wuud support pllimj 20 Is mo miff n n t nr nri b y 
a filament winding process. This allows the reinf orced/wood 
support piling 20 to be mass produced economically, and allows 
p substantial control over the manufacturing to improve quality, 

yi Thus, this method provides advantages ov&r methods that 

p 10 attempt to repair deteriorated poles whi3/e they are in place 

m / 

fjl in the ground. Filament winding is' a reinforced plastic 

p process employing a series of continuous, resin-impregnated 

RJ fibers 42 or strands applied tor the rotating elongate shaft 

m / 

Q 30. The strands 42 may be' impregnated with the resin by 

m / 

15 passing through a resin b^xh having rollers and doctor blades 
to saturate the strains 42 with the resin. The resin- 
impregnated fibers/42 may be installed in a predetermined 
geometrical pattern under controlled tension, which then cures 
to form the composite wrapping 40 with a high strength-to- 

20 weight rat^o, good corrosion resistance, thermal and impact 
resistance, and a high strength-to-thickness ratio. The 
filaments 42 are preferably composed of fiberglass, however, 



Clayton, Howartb A Cannon, P.C. 

P.O. Boi 1909 

Sandy. Utah 84091.1909 

Phone: (S01) 255-5JJ5 Paqe 8 Of 33 

Fax: (801) 255-SMI tay^ W 




Q 

nj 
m 
o 

Rj 



within the scope of the present inve ntion -. SiiaJLahLe ^^rn^ 

include epoxies, polyesters, polyimides,^^silicones f 
polyethylenes, and phenolics or am^etrFfer such resin known to 
those skilled in the a^J^r^rhe particular resin used may be 
selected to txe^suitable for the intended purpose based on 
vari9#£^ factors such as cost, strength, durability, fire 
iatlon characteristics!, or appearance, 



, F^giii p p^nt fnr t-hp filampnl- winding prnrftcc may r^cor 

the conventional machine shop lathe. The elongate shaft 3*Tmay 
10 be positioned between the headstock and tailstock ajad rotated 
so that tow threads or fibers 42, after beinaXsaturated with 
plastic binding material, may be pulled^ onto the exterior 
surface 32 of the shaft 30. A carriage (not shown) dispenses 
the reinforcement fibers 42 and^flfoves in a direction parallel 
15 to the longitudinal axis §Xf of the elongate shaft 30. The 
linear speed of the ca<n:iage may be synchronized with the 
rotational speed jtft the elongate shaft 30 so that the 
reinforcement fibers 42 are applied at some predetermined and 
controlled ^position and orientation. Preferably, the tow 
20 threads/or fibers 42 are applied to the wood pole 30 to form 
windings which form an angle 0 with respect to the 
mgitudinal axis 48 of the shaft 30 within a range of sixty 
•n ni" Q *-y dagxa&s (fS0 Q - Q ft°} Meet-TTf^feraEl^ angTS uf— 
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/the windings is appro5T±rr»te-3ry — e ighty — degrees 
carriage traverses back and forth for the length^^f travel 
required to produce the desired lepg*rffc)f the composite 
wrapping 40, which would ext^mfalong part or all of the shaft 
5 30. The number ofjpa^ses of carriage travel and rotations of 
the elonq^e shaft 30 cooperate to establish the amount of 
composite material deposited onto the elongate shaft 30, and 

p feer Hby the thi ckness or tne cou tpomiro- wro - ppi - ng 4 6*. 

P 

Iff One way in which the structural strength of the 

si 

O 10 reinforced wood support piling 20 is improved is by 

m 

91 maintaining the tension in the tow thread or fibers 42, during 

O the filament-winding process of constructing the piling 20, 

Pm within a range of preferably thirty to one-hundred twenty (30- 

O 120) pounds as a bundle (the tow thread of fibers 42 

15 preferably comprising a bundle of preferably twelve tow 
strands) . More preferably the tension in the tow threads is 
maintained at approximately one-hundred (100) pounds as a 
bundle, which increases the strength and durability of the 
wood support piling 20. 
20 The composite wrapping 40 is preferably characterized by 

a single seamless layer having a substantially uniform 
thickness. Thus, although the composite wrapping 40 is made 
by the winding together of various strands 42 as discussed 
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above, the strands are bonded together to form a single layer. 
The uniformly thick seamless layer of the present invention 
has advantageous handling, installing and protective 
characteristics over prior art reinforced poles having a 
longitudinal overlapping seam. The composite wrapping 40 also 
has an aesthetically pleasing appearance and can be colored as 
desired by placing a suitable dye in the resin. 

After the composite wrapping 40 is installed, the resin 
in the wrapping is allowed to cure in any suitable manner of 
curing. As the resin cures, the composite wrapping 40 shrinks 
and preferably applies a radially compressive force on the 
elongate shaft 30. The compressive force increases the 
stiffness of the elongate shaft 30 to further improve the 
characteristics of the wood support piling 20. Preferably, 
the composite wrapping 40 is applied such that the stiffness 
of the wood support piling 20 is at least twenty (20) percent 
greater than the stiffness of the elongate shaft 30 alone, 
without the borded, reinforcing strength of the composite 
wrapping. More preferably, the composite wrapping 40 is 
applied such that the stiffness of the wood support piling 30 
is at least thirty-eight (38) percent greater than the 
stiffness of the elongate shaft 30 alone. The increased 
stiffness provided by the composite wrapping 40 of the present 
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invention provides many advantages. For example, wood poles 
are classified based on their minimum breaking strength. Wood 
poles failing to meet specific strength standards are not 
allowed for certain structural uses. Many wood poles are 
5 rejected for structural uses and are merely used for pulp. By 
increasing the strength characteristics of wood poles, the 
present invention allows a more economic, safe use of many of 

O the weaker wood poles. For example, some wood poles that 

Q 

If! belong to the weaker classifications 1 and 2, as those 

M 

O 10 classifications are known in the field, would previously be 

s 

discarded as pulp wood, except that class 2 poles are 

E 

O sometimes upgraded by cutting them in shorter lengths. By 

HJ operation of the present invention, class 1 poles and class 2 

Iff 

O poles can be upgraded without decreasing their length by 

ru 

15 applying the composite wrapping 40 in accordance with the 
principle of the present invention. Also, the improved 
strength characteristics of wood piling increases the ability 
of the piling to be driven without peeling. 

Additionally, wood poles tend to split over time. This 

20 splitting action causes the diameter of the wood poles to 
increase. The composite wrapping 40 holds the shaft 30 
together so that the split does not cause a portion of the 
shaft 30 to break away. Furthermore, as the shaft 30 expands, 
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the compressive force exerted by the composite wrapping 
increases to improve the strength of the pole. Preferably, 
the wood shaft or pole 30 is selected to have a moisture 
content of less than twenty-five (25) percent. Most 
preferably, the wood pole has a moisture content within a 
range of fifteen to twenty (15-20) percent. The preferred 
moisture content of the wood pole allows the composite 
wrapping 40 to reinforce the wood pole in the most optimal way 
presently known to applicants as the wood pole dries and 
splits . 

The reinforced wood support piling 20 of the present 
invention is also beneficial to the environment since the use 
of hazardous chemicals as a preservative is eliminated or 
reduced. Seepage of chemicals into the environment is 
reduced, and likely eliminated, by use of the invention in 
comparison to preservative-treated wood poles. 

In accordance with the above, it is a feature of the 
present invention to provide a wood support piling with a 
composite wrapping which is economical in design and 
manufacture. It is a further feature of the present 
invention, in accordance with one aspect thereof, to provide 
wood support piling with a composite wrapping which is 
resistant to decomposition. It is another feature of the 
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present invention to provide such a wood support piling with 
a composite wrapping which provides a radial compressive force 
to the piling. It is an additional feature of the invention, 
in accordance with one aspect thereof, to provide a wood 
5 support piling with a composite wrapping which increases the 
strength of the piling. It is another feature of the present 
invention to provide a wood support piling which is not toxic 

p to the environment. It is an additional feature of the 

P 

iff invention to provide a wood support piling which is resistant 

N 

O 10 to infestation. 

m 

EH The above and other features are realized in a specific 

O illustrative embodiment of a wood support piling with a 

fy composite wrapping. The device includes a non-hollow elongate 

O shaft having a length and an exterior surface covered by a 

nj 

15 composite wrapping. The composite wrapping encircles the 
exterior surface along at least a portion of the length. The 
composite wrapping forms a seamless layer of substantially 
uniform thickness and materials. The composite wrapping is 
formed on the wood piling by a filament winding process. 

20 Filament strands are impregnated with resin and wrapped around 
the wood piling under tension. The composite wrapping is 
bonded to the wood piling and applies a compressive force on 
the wood piling to improve the strength characteristics of the 
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piling. The composite wrapping may be applied on a portion of 
the wood piling where reinforcement is needed so that the 
piling can be manufactured economically. The composite 
wrapping protects the piling against deterioration and reduces 
5 the need for chemical preservatives which are harmful to the 
environment . 

In view of the foregoing, it will be appreciated that the 

\* 

2 present invention provides a wood support piling with a 

"3 

composite wrapping which is economical in design and 

■is 

© 10 manufacture, and which is resistant to decomposition. The 

W 

^ present invention also provides a wood support piling with a 

£ 

J3 composite wrapping which provides a radial compressive force 



to the piling to increase its strength. In addition, the 
present invention provides a wood support piling with a 



Q 

m 

15 composite wrapping which is not toxic to the environment. 



It is to be understood that the above-described 
arrangements are only illustrative of the application of the 
principles of the present invention. Numerous modifications 
and alternative arrangements may be devised by those skilled 
20 in the art without departing from the spirit and scope of the 
present invention and the appended claims are intended to 
cover such modifications and arrangements. Thus, while the 
present invention has been shown in the drawings and fully 
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described above with particularity and detail in connection 
with what is presently deemed to be the most practical and 
preferred embodiment (s) of the invention, it will be apparent 
to those of ordinary skill in the art that numerous 
modifications, including, but not limited to, variations in 
size, materials, shape, form, function and manner of 
operation, assembly and use may be made without departing from 
the principles and concepts set forth herein. 



20 
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